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MINISTRY OF FOREIGN TRADE 
NOTIFICATION 

New Delhi, the 14th August 1970 

S.O. 2744.—Whereas the Central Government Is of the opinion that It Is 
necessary and expedient so to do for the development of the export trade of India 
that in exercise of the powers conferred by section 6 of the Export (Quality 
Control and Inspection) Act, 1863 (22 of 1863), steel bars, rods and other sections 
re-rolled from untested hUlets shall be subject to quality control and Inspection 
prior to export: 

And whereas the Central Government has formulated the proposals specified 
below for the said purpose and has forwarded the same to the Export Inspection 
Council as required by sub-rule (2) of rule 11 of the- Export (Quality Control and 
Inspection) Rules, 1984; 

Now therefore, In pursuance of the said sub-rule, the Central Government 
hereby publishes the said proposals for the Information of the public likely to be 
affected thereby- 

2 Notice is hereby given that any person desiring to forward any objection 
or suggestion with respect to the said proposals may forward the same, within 

( 1357 ) 
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thirty days of the date of publication of this notification in the Official Gazette 
to the Export Inspection Council, ‘World Trade Centre’, 14/1-B, Ezra Btreet, 
Calcutta-1. 


Proposals 

(1) To notify that steel bars, rods and other sections re-rolled from untested 

billets shall be subject to quality control and inspection prior to 
export 

(2) To specify the type of inspection in accordance with the draft Export 

of Steel Bars, Rods and other sections re-rolled from untested Billets 
(Quality Control and Inspection) Rules, 1970, set out in Annexure I 
to this notification as the type of inspection which will be applied to 
such steel bars, rods and other sections re-rolled from untested billets 
prior to export. 

(3) To recognise the specifications as set out in Annexure II to this notifica¬ 

tion as the standard specification for steel bars, rods and other 
sections re-rolled from untested billets. 

(4) To prohibit the export, in the course of international trade, of steel 

bars, rods and other sections made from untested billets unless the 
consignment of such products is accompanied by a certificate issued 
by the Indian Standards Institution to the effect that the Bame 
conforms to the specifications recognised under sub-paragraph (3). 

3. In this notification, ‘Steel bars, rodB and other sections' means steel bars, 
rods and other sections made from untested billets of Only primary steel producers 
and does not Include billets made from scrap. 

4. Nothing in this notification shall apply to the export by sea, land or air 
of samples of steel bars, rods and other sections re-rolled from untested billets 
to prospective buyers, the f.p.b. value of which does not exceed rupees one hundred 
and twantyflve. 


Axnexubx I 

[See sub-paragraph (2) of paragraph 2] 

Draft rules proposed to be made under section 17 of the Export (.Quality Control 
and Inspection ) Act, 1903 (22 of 1963). 

1. Short title and commencement.—(1) These rules may be called the Export 
of Steel Bars, Rods and other Sections Re-rolled from untested Billets (Quality 
Control and Inspection) Rules, 1970. 

(2) They shall come into force on the 

2. Definition.—In these rules, unless the context otherwise requires— 

(a) ‘Act’ means the Export (Quality Control and Inspection) Act, 1903 

(22 of 1963). 

(b) ‘Council’ means the Export Inspection Council established under sec¬ 

tion 3 of the Act. 

(c) ‘Steel bars, rods and other sections’ means steel bars, rods and other 

sections made from untested billets of only primary steel producers 
and does not Include billets made from scrap. 

3. Baals of Inspection.—Inspection of steel bars, rods and other sections re¬ 
rolled from untested billets shall be carried out with a view to seeing that the 
same conform to the Standard Specification recognised by the Central Govern¬ 
ment under section 6 of the Act. 
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4. Procedure of Inspection—(1) The exporter Intending to export steel bars, 
rods and other sections re-rolled from untested billets shall give Intimation In 
writing of his intention so to do to the Indian Standards Institution to enable It to 
carry out inspection in accordance with rule 3. 


(2) (a) Every Intimation under sub-rule (1) shall be given not less than 
10 days before the scheduled date of shipment. 


(b) A copy of the intimation shall simultaneously be endorsed to the nearest 
office of the Export Inspection Council either at 14/1-B, Ezra Street (7th floor), 
Calcutta or at ‘Manl Mahal’ (2nd floor), 11/21, Mathew Road, Bombay-4 or at 6B/9, 
Northern Extension Area, Rajinder Nagar, New Delhi-B. 


r ? n r ? c ® Ipt of tho Intimation under sub-rule (2) the Indian Standards 
Institution shall carry out the Inspection of the steel bars, rods and other sections 
re-rolled from untested billets in accordance with rule 3 and Instructions, if any, 
issued by the Council in this regard. 


(4) (a) If, after inspection, the Indian Standards Institution Is satisfied that 
the goods conform to the specification recognised by the Central Government 
under section 6 of the Act, it shall (within forty-eight hours fifter completion of 
the inspection) issue a certificate to the exporter declaring that the consignment 
satisfies the conditions relating to quality control and Inspection and is export¬ 
worthy. 

(b) The Indian Standards Institution shall simultaneously endorse a copy of 
such certificate to the nearest office of the Council. 

6. Place of Inspection—-Inspection of steel bars, rods and other sections re¬ 
rolled from untested billets shall be carried out at the premises of the manufac¬ 
turer. 

, 0. Inspection fee.—A fee at the rate of 25 paise per tonne shall be paid by 

the exporter to the Indian Standards Institution as Inspection fee under these 
rules. 

7. Appeal.—(1) Any person aggrieved by the refusal of the Agency to issue 
a certificate under sub-rule (4) of rule 4, within ten days of the receipt of 
the communication of such refusal by him, prefer an appeal to a panel of experts 
consisting of not less than three persons appointed for the purpose by the Central 
Government. 


(2) The quorum for the panel shall be three. 

(3) The decision of the said panel on such appeal shall be final. 


Annexure II 

[See sub-paragraph (3) of paragraph 2] 

Minimum specifications. 

1. Steel bars, rods and other sections shall be re-rolled from billets manufac¬ 
tured by any of th« primary steel manufacturers. Materials re-rolled from billets 
manufactured from scrap shall not be allowed for export. 

2. All finished steel shall be well and cleanly rolled to the dimensions, section 
and weights specified. The finished material shall be free from cracks, surface 
flaws, laminations, rough, jagged and imperfect edges, and all other harmful 
defects. 

3- Dimensions and weights shall be a s stipulated in the export contract. The 
tolerances on dimensions shall conform to IS: 1852-1902 and the .tolerances oo 
weight shall be within ± 0 per cent peg metre. 

4. The tensile strength shall not be less than 32 kgf/mm*. 
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5. The elongation shall not be less than 26 per cent when ultimo to tensile 
strength is in the range of 33-44 kgf/mm 3 . In cases, where ultimate tensile 
strength exceeds 44 kgf/mm 3 , the elongation shall not be less than 23 per cent. 

6 . Except In case of round bars of 25 mm or less in diameter, the test piece 
when cold shall, without fracture, bo doubled over either by pressure or blow 
from a hammer until the internal diameter is not greater than 3 times the thick¬ 
ness of the test piece and the sides are parallel. 

In case of round bars of 25 mm or leas in diameter, the Internal diameter of 
the bend shall not be greater than twice the diameter of the bar- 

7. Packages shall conform to IE: 3422-1966 and shall bear the manufacturer’s 
name or trade mark. 

8 . Sampling and Inspection of each consignment shall be done in accordance 
with the scale prescribed in the Table below. The consignment shall be considered 
to be in conformity with the requirements of the standard if the conditions 
prescribed in the Table are satisfied. 


Table 

(5m CIoum -8) 


SI. 

No. 

Reference 
to Clause 
Nos. 

Characteristics 

Lot size 

No. of 
samples to 
be tested 
in a lot 

Remarks 

(1) 

(2) 

(3) 

(4) 

( 5 ) 


«S) 

I 

4 

Tensile strength 

40 tons or partthere- Two 

Of of steel sections 
of the same profile 
and size. 

In case Of any failure, 
two more samples 
shall be tested. If 
any futbes failure 
occurs, the lot (hall 
be rejected. 

2 

3 

Elongation. 

Do. 

Two 


Do. 

3 

6 

Bend Test 

Do. 

Two 


Do. 

4 

2 

Freedom, from 
defects 

100 lengths or part 
thereof of steel sec 
tions of the same 
profile and size. 

J 

Nil. 


5 

3 

Dimensions and weight Do. 

2 

Nil. 



[No. 6 o(so)/ 69 -Exp. Insp.] 
K. S. BHATNAGAR, J. Secy. 


fa#5T WTTTT HWIW 

•if (acefl, 14 w'fw, 1970 

<n , °WT°2744.—*Trr: +R4>T< ^ TR ^f% ETO1 %forfE sqTtTC % fWE % 

$ fa faqrfff fd) 'WfaPuTE, 1963 
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( 1963^ 22)ftf ETRT 6 3TTCT HTX UlPkuTi TT SHlftT IXft JIT VTftfWd faftzf ft iffMcT 

*Fmr ftt Tf^rt, srf fftrftr ft ^ ^>rfftim srh:f^rfrarwr %sn^rato0ft: 


fftnftr 


*fTT nr: ftftfftT TOUT ft STftm ft fftlj ftfft fftfftfc l d JT*=TPT *971* | tffT 

fftcnr, i964%ftm n ftTrftm(2) arcrir«nftfWT 


fftrftr fft^pJT Tfftrc ftr mrfarr fftrr $ • 


W*: WT ^TW ^TfftqTT % ft ft r sfiq ti <jt>i <, STRfTftt ift Tff 

ifr srr-fflft % ffttj jmfcr TOft > fftsift ^rft snrrfor 0ft ift fttrrsrr \ i 

2 . ^ik t ym ftV arnft ^rfer aft xm % *rft ft fttf greftr ht 
5*TFT ftjfft TT V'l’P 0^Tff (V^'f l'% y il H^ I' 'T O^m ftffTTftRr 0ftqft clT0T ftftftr 
fipTft tfon:fTikfftf^ot'ifftr? Wfrft^er 1 , 1 4 /i-fttt*nnr70s, w*wttt-i fttft^r 

TOFT | I 


SIHITW 

1. *<r vrft ft fftft fft cprftfticT fcftf ft 5 =t: ftfora- *wrfr ftt Tf£qt, 

w# w^r fftpcrfcr ^r g;# Orzraror *fNr fftTfram % wsrwtJT 1 

2. PrtfofDT % 77T 5TFTC nft fftfftfe: JFTft ft fftft ^ft * R nrfft^TT % ^Tlfttf 1 ft 

fftft lift wrftfifTd fftftftr ft 5?r: ftfro *ftrt ftt Tf^ftf, sjf vfn srt jjiftt tt fftirfa (J5 
fftftOTftftcfftfrefm) fftw, l97 0ftsn3Wftw^m^ftft?TTfrfwfftft^ftHft:ftHTcT 
IFirff ftr qfjftlr, srftr fttx *aVt ftl faftnr ft ftTirn: ft *<r ft tft^t i 

(3) T?r wftr^Ti % lift fftft lift fafftift ftr ’nrftfjaci fftftftt ft 59: 
ftlftsw ^PTRI ift nfjfti, vs0 ?ftr <# u ^t % fftft HH+ fftftftft % w ft 

ftrr 1 

( 4 ) irrtrfwd fftM ft *ft 51 * ?ptrt ftt 'rfjftt, ®0 
«ftx Rft fn w? % fftftRi w 9* 9 i> srfftftg’ tot ^ar to fft ftft ^nftf 
% ftmr ft THT <TTT?fftT ftf«rr 9TRT fWT W STUFT TO 5T 0 fft 
ft Tr-fto ( 3 ) ft wftftr TFJTffT 5 TTO fftfftftfft ft | I 

3. ^rfftpn ft '^FTTcT ftt Tf^Tf, ®Tt %ftx ^ ft fti^T JTWOrV TFT1T 
srtWfif ftt ^TTTrfftT ftlftrf ft JIT ^Fin ftt ’Tfjqt, 5frr SRI i V*! ^rfftftd' I iftT 
^ift T0 TW ft JIJ fftftz ^(Wtvid *10 ^ I 

4. ftf fttf ^RT WTttftRT farftzt ft $?T: ftfeRT ^FTRT ftt qljftf, 
w «anrf ft ^ ft ^np, wr ftVr fftufti th 0ftr fftror waft 

ftdT ft fftft ftftr qftRi fft:?j^r ij^r ^ ft*t ^qft ft mftrR 11 

g«TTl«T—I 

(’ITT 2 «FI OT TTI (2) $fonj 

fftlrftf («r^(T h cfi ^ fftflWT) tlfftfftqTT, 19631^91X1 1 ; 7 ft wfftl 9XTIT 

<*rft lift 5 Twrfw fftrftt in 1 nm i 
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1 . — 

(1) f fRRR WT^tRffcT faferf % 3R:tffeTR Ip-THT R?t RffRf, Wff 'fix «T»T Wf 
rr faRfa (tjit forsrJT tfrr fafrarR) f^nr, 1970 ^rr 1 

( 2 ) if vt I 

2. RPonTtcf.—x?r faipff Jr ar* rrt iM % swrrt inffwR r ?t— 

(*) 'RfafeRR’ Jr fRRfa (ipr fRR?TR rt tfrc faftorar) rWrrr, 19 63 

( 1963 ¥T 22 ) wfaW I I 

(ur) 'qfc«r^ Jr ’srfsrfRRR Rtf rttt 3 % *n#tT trtPtt faRfa f^feuR Rfferx 
nMd $ I 

(r) 'XTRRT R?t RfjTRf, tfff *rk *WR ^nff' % %RR RIRfa 1 * XfTTR RWTXtft 
ttRfffiiTRfR^JtRf ^X*RTR (flT *PR WIT WfttfR 

%, tin xrJt T^r rtr % xf jq faSrz RfrRffer r$t f 1 

3. fR?t«TO Vt WTRTT:—RRftifeR fstferf Jr JTitf^TT XSRTR ^t R^ff, EWf Rk 
SWR qwff RR ffettSTR R$ % RfRR % ffeRT ant^R ffe f RfsrfRRR R?t STTCT 6 % WtR 
ktftR rtrhx rra rprrt rt't rtrrt fafrfTt % rrrr f i 

4. fkt<STJT Btfwr:— 

(1) RTT$ fRRtffRRrf 3ft WrftfWT Jr JRitfatTR XPTTT R?t Rf^ff, 0ft *tk 
RFR grift RR faRfe RH3R ■etT^TT $t, Rkt % RTt RTRIR RR ffefanr 

Rum R r d tR rtrrt rxrt Rft kr Riffe r^ few 3 % rrstc fRfesrR 
Rkt Jr RR*f $t r% 1 

( 2 ) (r?) rr Trrr ( 1 ) % wak Rck: wrr wtem- c-t r?t RRTfaR crkrar 

3 10 far Jr R$Jr ft arrest 1 

(rT) RltTTT k IJR> Rfe RTR RW faRfa fRJkTR RffeT^ % ftfeHRRR RRRfefR, 
RT ft 14/l-ftXRmTfr3 (7fr*ffaT*T) WfVlI.RT'RftR^ (pft 
kJfeGST), ll/21 ) ^kr,lJi^-4, RT 6 ^! 

Trfam Twt, t 1 ? fkvft— 5 *Ft, 'pstffeT "fr wri^ift 1 

( 3 ) ■J R pf RK ( 2 ) %RirtRTR^tRTffeR W T^ ftR RTTRT RPRT ffeTR 3 Rft 
*fk Rft?T^ 3TTT XR TTRT IV<t R^kft, Rtf R»k % SFJRTC 
RRttfWT feferf Jr JT: ffeRR X*RTR R?T Rf|R'T, ’Sift %ftz 5WR graft RR 
fRftWW RrtRt I 

( 4 ) (*F) Rff, fktsiTR % RTRR[, RTOfTR RTRR? RTRT RR R^ RRTRTR ^t RT^ 
ffe RTR wftjfRRR ®l?t RTTT 6 % RtftR %RftR RTRT< 3RT RWRRT SIR 
fRfRRWff % ^ R$ (fe^fTR % 5> Rif % WdlfMR RZf 

% irftRT) fRRtR-RRTt Rtt R^ RtW RW|r ^ ffe RRR fRRk ffR 
^ 5WTW Ri^t Rtfeft I 
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(<f ) *rR*f> #?STT ^ SHIFT 'T^^t^TfcT ifc?? % fRFR«T TOlfaa 

ER ^TT«T 'T'^tfcr I 

5. '<ET ^«TrsT.—STqttfSR 1gartf^R ^PTRT 'iffTf, sfk SRT 

^ it faflrirT fafrirfar % qftar tk f?r^TTf^cr fw ^m^rr 1 

6. faftSTJT TftfT-—%T?T STH, fwff % STyta, STTCcfar EFR? E**TT 

farctepr % ^q-1 irte 25 fir srfa ?a aft ar ft ftanr aft arnTift 1 


% ssrfVw.—. 

( 1) SlfspROT 5KT f^FT 4 % ST^ER ( 4 ) % Smfa - SERFR ftft ft 

ojrf^^tf sirf^r,aft srrfR |r 10 feat % 
^EftST TOFTT 5KT ??T SaPR % fftft fftfaa cfRT ft STRE Rfaaftf 
% fWTTT % ftaa aft srfR aR aa?aT | I 

(2) ftaa aft aa ftaaT aft fftt i 

(3) $rft sriftr aa aaa aa fftfaraa srfaa 5m 1 

3 »IT 5 rr«r-II 

[TO 2 W OTTO ( 3) ftfatj] 

Rraaa fafaeRT 

1 . ^?TR aft T^qT, Erf aft SIR t%ftt TTaPaa? ITOcT faPaafar STO fafaifta 
faftsf ft ga:a P?aa aft rt^tV i a^t ara % fafafaa faiftf at ga: aftaa ararfr aft faafa % 
faft sr-jar a$r ^ftft i 

2. aa asm ?RRr sra#r arf aft aaaf ft faftfoe faarof, aft aftf ft 
afftraaftartiar i aan; armfr, arrcr, aa aftfr, TOiaat, aa, ar'etar aft aga faRftt ft aft 
aR aat ^rfaarnar ataf ft aaa ?ftft i 

3. ^mrtT^iTR^^iT^f^a'#^^ 5 f^^| ifwrsff^t^^ ,fn7 ^ 

ETOT? 1852-1962 % SFJOT ^ftT aft ETC ± 6 STfc l W gfft sffeR % ftftR 

fWr i 

4 . aaa ara®? 32 %■ at ga;/ fftaftf)i<: 2 % aRa ^tar 1 

5. ^ftjftiTa, aa TOT tRE ETER' 32—44 % at ga/fftoftft 2 % Ta ft ft, 26 
5ifir?RT sr^jff ftaT i ??rrsff # ^"or aa^r ETa«f 44 %<>5f|-°i^p/ 
fao^o 2 %srfgr, RRfTf afta Nfy^ 23 sr% 5 ra%sraaftar 1 

6. 25fi^sft^RaRRRaita^qf|sff^am%%aRqRtOT?arfT^<OT 

ftfaar ^fte%TO^aar%sftaTtRi¥'Ri?!FT|a;f 

wt RteTl % faa% % srf^r a |t ^nt? srir wrr a ff ^r? froft aTqar 1 
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2 5 fwr m ott # ’fta qr^ff ¥V ^rr if ste *pt tftaft srrcr q£r % 

% % *rfm ^t*rr 1 

7. <TT3T TUTcfta liT^sp 3422-1966 # ffHf STfTfT 'IT f^f^rfcTT RTq 
TT ^TTT f>TT I 

8. srf^m sftr Mm if f¥fu tew^ % wr 

fw wrcrTTT i Jife Trrc^fr if fo%T m ^ 'sncFr | ?ft *m qfr srfsrraf % ?toit 

i 

HOT’ft 

(STO-8 ^3T[) 

%h ?rm Rnz srr+tT srTj^'iftm fe°r»ff 

ifo %it orftcnSr 

ESTT 


I 2 3 


i 4 imimraT 


2 5 Mot 


3 6 Itqrtm 


4 


^'rtr^fcOTsffT ?t 
stpftc% 40htt!tt 
^ u%HT i n'%TFOTr 


Ulft 'TfwfoFT ?t 
*rfTSrPFTT% 40 
2RT JIT : 3E% ¥TFT % 
IHTIT%’sP*? I 


*T*ftOT 5f 


5 6 


fef 

?t *flr wf 
'TTtfSRr f%l[ 
srrqn Jifc «rk 
fa'BHffj ^frdt | 
at ^ns ?m|ta 
fensTirnn i 

ta mT 

if ?t ?ffr 
iftfSTH fspir 

*rfe 

fcWT ftcft I 
iff srnr OTpfta 
fW5TP?TT I 

iprtaa 
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1 2 3 4 5 6 


4 2 ^ftTfwftwr nftr t rt^r 5^^ 

simr SFnrr 

«*fV 100 

1 

5 3 imfar «rt i 

rk 


[Ro 60(30)/69-^mto ^o] 
t^To vrthttt, (pjw ttPtt, i 
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